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PROCESSES             Inspect the solder to be sure it has run com-

pletely around the base of the joint and the
catch.

Pickling                 Clean in pickle.

Polishing               Polish with a cloth or chamois buffing wheel

p. 71                     and rouge stick.

Coloring                Color with potassium sulphide solution,

p. 72                    Remove any excess color with whiting.

Polish with a chamois or soft cloth buffing

wheel

Reaming                Ream out the holes in the pin stem slightly

larger than the joint.

Making                 Select a piece of nickel wire slightly larger than

the                        the hole in the joint.

Rivet                     File one end of the wire about % inch to a

blunt point to fit through the holes of the joint
and the pin stem.
Place the pin stem in the joint.
Place the wire through the holes of the joint
and the pin stem.

Cut the thick end of the wire with the wire cut-
ters so as to leave a small head.
Cut the filed end shorter and leave enough to
make a head,

Riveting                Rivet the wire ends with a small riveting

the                        hammer.

Pin Stem               Finish with a file and emery if any sharp edge

in Place                 is left on the edge of the rivet.